Permanent Painting

the canvas would be weakened, and its strength re-
duced through the action of these moist acid gases,
which demonstrates the advisability of either painting
the back of a canvas, or mounting it upon a wood
or metal support. In the case of a very large paint-
ing a sheet of .metal could not be fabricated which
would be sufficiently light and rigid for this purpose,
but a seasoned wood support could be constructed.
However under all circumstances the back of the can-
vas should be painted to prevent this disintegration.

In case a canvas is very thin, and there is danger
of the protecting coat on the back soaking through, it
is advisable to put on a thin glue size before applying
the protective coat.

In this list must be included all colors which contain
metallic bases, such as lead, copper and antimony.
The colors which are affected are as follows:

Flake White
Silver White ^
Cremnitz White
Lemon Yellow made oi

chrome yellow
Chrome Yellow

Naples Yellow
Chrome Green
Paris  Green
Emerald  Green
Verdigris
Zinnober Green
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